Searching PAJ 



Page 1 of 2 



PATENT ABSTRACTS OF JAPAN 



(11)Publication number : 04-115533 
(43)Date of publication of application : 16.04.1992 



(51)lnt.CI. 




H01L 21/316 
H01L 27/04 
H01L 27/108 




< 

(21)Application number 


02-233337 


(71)Applicant 


OKI ELECTRIC IND CO LTD 


(22)Date of filing : 


05.09.1990 


(72)lnventor : 


INOUE NOBUHIKO 



\> o \c o o 



15 



o O o 



■X- 



■9 



(54) MANUFACTURE OF SEMICONDUCTOR ELEMENT AND THERMAL CVD DEVICE 

(57)Abstract: 

PURPOSE: To enable a high-quality Ta205 film to be 
formed by reducing an amount of C within a CVD-Ta205 
film by using an 03 gas as a species for oxidizing of Ta 
(OC2H5)5. 

CONSTITUTION: A wafer 3 is placed on a boat 3a and it 
is placed on a temperature-preserving cylinder 2, an 
outer tube 1 and an inner tube 4 are heated by a heater 
12, and an intake tube 6 is heated by a heater 9. 03 gas 
is taken into the inner tube 4 within a furnace through a 
intake tube 5 and is filled into a container 7. Ta(OC2H5)5 
8 is introduced into the inner tube 4 through the intake 
tube 6 with Ar as a carrier gas. The Ta(OC2H5)5/03 
mixed gas which is introduced into the inner tube 4 is 
reacted with 03 gas as an oxidation activation seed, 

thus forming Ta205 film on the wafer 3. Thus, since 03 which is more active than 02 is 
utilized as an active species for oxidizing Ta(OC2H5)5, the amount of C contained within 
CVD-Ta205 film to be formed can be reduced and leak current can be restricted, thus 
enabling electrical characteristics to be improved. 



LEGAL STATUS 

[Date of request for examination] 



http://wwwl9.ipdl.jpo.go.jp/PAl/result/detail/main/\v AAAL_aytXDA404115533Pl.htm 6/2/2004 



Searching PAJ 



Page 2 of 2 



[Date of sending the examiner's decision of 
rejection] 

[Kind of final disposal of application other than 
the examiner's decision of rejection or 
application converted registration] 

[Date of final disposal for application] 

[Patent number] 

[Date of registration] 

[Number of appeal against examiner's 
decision of rejection] 

[Date of requesting appeal against examiner's 
decision of rejection] 

[Date of extinction of right] 

Copyright (C); 1998,2003 Japan Patent Office 



http://wwwl9.ipdljpo.go jp#^ 



6/2/2004 



